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PATENT 

IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 
In re application of: Takeshi OOHASHI et al. 

Serial No. : Not Yet Assigned 
(PCT/JP00/01221) 

Filed: August 17, 2001 

For: PHOTOSENSITIVE RESIN COMPOSITION, PHOTOSENSITIVE ELEMENT 
USING THE SAME, PROCESS FOR PRODUCING RESIST PATTERN AND 
PROCESS FOR PRODUCING PRINTED WIRING BOARD 

PRELIMINARY AMENDMENT 

Commissioner for Patents 

Washington, D.C. 20231 August 17, 2001 

Sir: 

Prior to the calculation of the filing fees of the above application, please amend the 
application as follows: 

IN THE CLAIMS : 

Please amend the claims as follows: 

1 . (Amended) A photosensitive resin composition comprising 

(A) a carboxyl group-containing binder polymer which contains styrene or a styrene 
derivative as a copolymerized constituent, 

(B) a photo-polymerization initiator, and 
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(C) a photo-polymerizable compound having in its molecule at least one polymerizable 
ethylenically unsaturated bond which comprises a compound represented by the general formula (I) 



wherein R 1 is a hydrogen atom or a methyl group, A is an alkylenoxy group of 2 to 6 carbon atoms, 
Z l is a halogen atom, an alkyl group of 1 to 20 carbon atoms, a cycloalkyl group of 3 to 10 carbon 
atoms, an aryl group of 6 to 1 4 carbon atoms, an amino group, an alkylamino group of 1 to 1 0 carbon 
atoms, a dialkylamino group of 2 to 20 carbon atoms, a nitro group, a cyano group, a mercapto 
group, an alkylmercapto group of 1 to 10 carbon atoms, an allyl group, a hydroxyalkyl group of 1 
to 20 carbon atoms, a carboxyalkyl group wherein the alkyl group has 1 to 10 carbon atoms, an 
acyl group having an alkyl group of 1 to 10 carbon atoms, an alkoxy group of 1 to 20 carbon atoms 
or a group containing an heterocyclic group, m is an integer of 6 to 20, and n is an integer of 0 to 5. 

7. (Amended) A photosensitive resin composition comprising 

(A') a binder polymer, 

(B) a photo-polymerization initiator, and 



0 




(1) 



2 
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(C) a photo-polymerizable compound having in its molecule at least one polymerizable 
ethylenically unsaturated bond which comprises a compound represented by the general formula (V) 



wherein R 1 is a hydrogen atom or a methyl group, B is an ethylenoxy group, Z 1 is a halogen atom, 
an alkyl group of 1 to 20 carbon atoms, a cycloalkyl group of 3 to 10 carbon atoms, an aryl group 
of 6 to 14 carbon atoms, an amino group, an alkylamino group of 1 to 10 carbon atoms, a 
dialkylamino group of 2 to 20 carbon atoms, a nitro group, a cyano group, a mercapto group, an 
alkylmercapto group of 1 to 10 carbon atoms, an allyl group, a hydroxyalkyl group of 1 to 20 carbon 
atoms, a carboxyalkyl group wherein the alkyl group has 1 to 10 carbon atoms, an acyl group having 
an alkyl group of 1 to 10 carbon atoms, an alkoxy group of 1 to 20 carbon atoms or a group 
containing an heterocyclic group, at least one Z 1 is an alkyl group of 1 to 20 carbon atoms, m is an 
integer of 6 to 18, and n is an integer of 1 to 5. 

8. (Amended) A photosensitive resin composition comprising 
(A') a binder polymer, 
(B) a photo-polymerization initiator, and 



0 



CH 2 = C-C-<B) i .0-^ 



n 



(V) 
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(C ') a photo-polymerizable compound having in its molecule at least one polymerizable 
ethylenically unsaturated bond which comprises a compound represented by the general formula (VI) 

0 

afe'-c-c^o-^^ (VI) 

wherein R 1 is a hydrogen atom or a methyl group, A is an alkylenoxy group of 2 to 6 carbon atoms, 
Z 4 is an alkyl group of 1 to 20 carbon atoms, m is an integer of 6 to 1 8, and a is an integer of 1 to 5. 

Please add the following new claims: 

14. (New) The photosensitive resin composition of claim 7, wherein the photo- 
polymerization initiator as the component (B) is a 2,4,5-triarylimidazole dimer. 

15. (New) The photosensitive resin composition of claim 7, wherein the component (C) is 
a photo-polymerizable compound having in its molecule at least one polymerizable ethylenically 
unsaturated bond, which comprises a compound represented by the general formula (V) and a 
compound represented by the general formula (II) 



0 0 0 0 

CH 2 = C-C»O^Bi) r C-NH-Z2-NH-C-O^B2) r C-C = CHz (II) 
R 2 R3 
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wherein R 2 and R 3 each independently are a hydrogen atom or an alkyl group of 1 to 6 carbon atoms, 
B 1 and B 2 each independently are an alkylenoxy group of 2 to 6 carbon atoms, Z 2 is a divalent 
hydrocarbon group of 1 to 1 6 carbon atoms, and s and t each independently are an integer of 1 to 28. 

16. (New) The photosensitive resin composition of claim 7, wherein the component (A') is 
a carboxyl group-containing binder polymer which contains a styrene or styrene derivative as a 
copolymerized constituent and comprises copolymerized constituents consisting of 15 to 35% by 
weight of methacrylic acid, 10 to 35% by weight of styrene or a styrene derivative and 30 to 75% 
by weight of a monomer represented by the general formula (HI) 

CH2-C-COOR6 (HI) 
wherein R 5 is a hydrogen atom or a methyl group, and R 6 is an alkyl group of 1 to 12 carbon atoms. 

17. (New) The photosensitive resin composition of claim 7, wherein the component (A 1 ) 
is a carboxyl group-containing binder polymer which contains styrene or a styrene derivative as a 
copolymerized constituent and has a weight average molecular weight of 30,000 to 80,000. 

18. (New) The photosensitive resin composition of claim 7, which comprises 40 to 70 parts 
by weight of the component (A f ), 0. 1 to 1 0 parts by weight of the component (B) and 30 to 60 parts 
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by weight of the component (C) relative to 100 parts by weight of a sum total of the component (A ? ) 
and the component (C). 



19. (New) The photosensitive resin composition of claim 8, wherein the photo- 
polymerization initiator as the component (B) is a 2,4,5-triarylimidazole dimer. 

20. (New) The photosensitive resin composition of claim 8, wherein the component (C") is 
a photo-polymerizable compound having in its molecule at least one polymerizable ethylenically 
unsaturated bond, which comprises a compound represented by the general formula (VI) and a 
compound represented by the general formula (II) 

0 0 0 0 

ii 11 II li 

CHz-C-C-O-CBiV-C-NH-Z^-NH-C-O^B^VC-C-CHz (II) 
I s i 

R 2 R3 

wherein R 2 and R 3 each independently are a hydrogen atom or an alkyl group of 1 to 6 carbon atoms, 
B l and B 2 each independently are an alkylenoxy group of 2 to 6 carbon 15 atoms, Z 2 is a divalent 
hydrocarbon group of 1 to 16 carbon atoms, and s and t each independently are an integer of 1 to 28. 

21. (New) The photosensitive resin composition of claim 8, wherein the component (A T ) is 
a carboxyl group-containing binder polymer which contains a styrene or styrene derivative as a 
copolymerized constituent and comprises copolymerized constituents consisting of 15 to 35% by 
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weight of methacrylic acid, 10 to 35% by weight of styrene or a styrene derivative and 30 to 75% 
by weight of a monomer represented by the general formula (III) 

CH 2 -C-COOR6 (III) 
wherein R 5 is a hydrogen atom or a methyl group, and R 6 is an alkyl group of 1 to 12 carbon atoms. 

22. (New) The photosensitive resin composition of claim 8, wherein the component (A') is 
a carboxyl group-containing binder polymer which contains styrene or a styrene derivative as a 
copolymerized constituent and has a weight average molecular weight of 30,000 to 80,000. 

23. (New) The photosensitive resin composition of claim 8, which comprises 40 to 70 parts 
by weight of the component (A') ? 0.1 to 10 parts by weight of the component (B) and 30 to 60 parts 
by weight of the component (C ') relative to 100 parts by weight of a sum total of the component 
(A ! ) and the component (C r '). 

24. (New) The photosensitive resin composition of claim 1 , which further contains 2,2-bis[4- 
(acryloxypolyethoxy)phenyl]propane or 2 ? 2-bis[4-(methacryloxypolyethoxy)phenyl]propane as a 
photo-polymerizable compound having in its molecule at least one polymerizable ethylenically 
unsaturated bond. 

7 
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25 . (New) The photosensitive resin composition of claim 7, which further contains 2,2-bis[4- 
(acryloxypolyethoxy)phenyl]propane or 2,2-bis[4- (methacryloxypolyethoxy)phenyl]propane as a 
photo-polymerizable compound having in its molecule at least one polymerizable ethylenically 
unsaturated bond. 

26. (New) The photosensitive resin composition of claim 8 , which further contains 2,2-bis[4- 
(acryloxypolyethoxy)phenyl]propane or 2,2-bis[4- (methacryloxypolyethoxy)phenyl]propane as a 
photo-polymerizable compound having in its molecule at least one polymerizable ethylenically 
unsaturated bond. 
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REMARKS 



The above proposed amendment is submitted to placethe claims in substantially the same 
conditions as the claims which have been amended under Article 34 in the international application. 
Early and favorable action is awaited. 

Attached hereto is a marked-up version of the changes made to the claims by the current 
amendment. The attached page is captioned " Version with markings to show changes made. " 

In the event there are any additional fees required, please charge our Deposit Account No. 



01-2340. 



Respectfully submitted, 



ARMSTRONG, WESTERMAN, HATTORI, 
McLELAND & NAUGHTON, LLP 



Atty. Docket No. 011022 

Suite 1000 

1725 K Street, N.W. 

Washington, D.C. 20006 

Tel: (202)659-2930 
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VERSION WITH MARKINGS TO SHOW CHANGES MADE 



Claims 1, 7 and 8 have been amended as follows: 

1 . (Amended) A photosensitive resin composition comprising 

(A) a carboxyl group-containing binder polymer which contains styrene or a styrene 
derivative as a copolymerized constituent, 

(B) a photo-polymerization initiator, and 

(C) a photo-polymerizable compound having in its molecule at least one polymerizable 
ethylenically unsaturated bond which comprises a compound represented by the general formula (I) 



wherein R 1 is a hydrogen atom or a methyl group, A is an alkylenoxy group of 2 to 6 carbon atoms, 
Z l is a halogen atom, an alkyl group of 1 to 20 carbon atoms, a cycloalkyl group of 3 to 10 carbon 
atoms, an aryl group of 6 to 14 carbon atoms, an amino group, an alkylamino group of 1 to 10 carbon 
atoms, a dialkylamino group of 2 to 20 carbon atoms, a nitro group, a cyano group, a mercapto 
group, an alkylmercapto group of 1 to 10 carbon atoms, an allyl group, a hydroxyalkyl group of 1 
to 20 carbon atoms, a carboxyalkyl group wherein the alkyl group has 1 to 10 carbon atoms, an 
acyl group having an alkyl group of 1 to 10 carbon atoms, an alkoxy group of 1 to 20 carbon atoms 
or a group containing an heterocyclic group, m is an integer of 4 6 to 20, and n is an integer of 0 to 
5. 



0 
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7. (Amended) A photosensitive resin composition comprising 
(A*) a binder polymer, 

(B) a photo-polymerization initiator, and 

(C) a photo-polymerizable compound having in its molecule at least one polymerizable 
ethylenically unsaturated bond which comprises a compound represented by the general formula (V) 



wherein R 1 is a hydrogen atom or a methyl group, B is an ethylenoxy group, Z 1 is a halogen atom, 
an alkyl group of 1 to 20 carbon atoms, a cycloalkyl group of 3 to 10 carbon atoms, an aryl group 
of 6 to 14 carbon atoms, an amino group, an alkylamino group of 1 to 10 carbon atoms, a 
dialkylamino group of 2 to 20 carbon atoms, a nitro group, a cyano group, a mercapto group, an 
alkylmercapto group of 1 to 1 0 carbon atoms, an allyl group, a hydroxyalkyl group of 1 to 20 carbon 
atoms, a carboxyalkyl group wherein the alkyl group has 1 to 10 carbon atoms, an acyl group having 
an alkyl group of 1 to 10 carbon atoms, an alkoxy group of 1 to 20 carbon atoms or a group 
containing an heterocyclic group, at least one Z 1 is an alkvl group of 1 to 20 carbon atoms, m is an 
integer of 4 6 to 26 18, and n is an integer of 0 I to 5. 

8. (Amended) A photosensitive resin composition comprising 

(A') a binder polymer, 

(B) a photo-polymerization initiator, and 




n 
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(C ') a photo-polymerizable compound having in its molecule at least one polymerizable 
ethylenicallyunsaturated bond which comprises acompound represented by the general formula (VI) 

0 

CH 2 =C^AV0^ Z4)a (VI) 

wherein R 1 is a hydrogen atom or a methyl group, A is an alkylenoxy group of 2 to 6 carbon atoms, 
Z 4 is an alkyl group of 1 to 20 carbon atoms, m is an integer of 4 6 to 20 18, and a is an integer of 
1 to 5. 
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SPECIFICATION 

PHOTOSENSITIVE RESIN COMPOSITION, PHOTOSENSITIVE ELEMENT 
USING THE SAME, PROCESS FOR PRODUCING RESIST PATTERN AND 
PROCESS FOR PRODUCING PRINTED WIRING BOARD 

Technical Field 

The invention relates to a photosensitive resin 
composition, a photosensitive element using the same, a 
process for producing a resist pattern and a process for 
producing a printed wiring board. 

Background Art 

In the manufacturing industry of printed wiring boards, 
photosensitive elements produced by using a photosensitive 
resin composition, a support and a protective film have been 
widely used as the resist materials in etching, plating or 
the like. 

Printed wiring boards are produced by laminating a 
photosensitive element on a copper substrate, exposing it 
with patterned light, removing unexposed areas with a 
developer, carrying out etching or plating to form circuit 
patterns, and then peeling off the cured areas from the 
substrate . 

Developers mainly used to remove the unexposed areas are 
of alkali development type, such as a sodium carbonate 
solution. Developers are used repeatedly so long as they 
substantially retain the ability of dissolving photosensitive 
resin composition layers, and photosensitive resin 
compositions are dissolved or dispersed in the developers 
during development. 

With the recent increase in the density of printed 
wiring boards, the contact area between copper substrates and 
patterned photosensitive resin composition layers has been 
reduced, requiring photosensitive elements which exhibit 
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excellent adhesiveness, resolution, tenting reliability and 
chemical resistance in etching or plating step. 

Also there is the problem of the aggregation of the 
photosensitive resin composition dissolved or dispersed in 
5 developers. When the developer is sprayed again with a pump 
or the like, the aggregates dispersed in the developers 
adhere onto developed printed wiring boards, causing 
undesirable defects during the following etching or plating 
step. To prevent such defects, photosensitive resin 

10 compositions require good dispersion stability in developers. 
As to resists improved in chemical resistance, for 
example, resists containing copolymers of styrene monomers 
are disclosed in Japanese Patent Application Examined 
Publication Nos. 55-38961 (1980) and 54-25957 (1979), 

15 Japanese Patent Application Unexamined Publication Nos. 2- 

289607 (1990), 4-347859 (1992) and 4-285960 (1992). However, 
the minimum development time of the resists is so long as to 
reduce resolution. 

To improve chemical resistance, the use of photo - 

20 polymerizable compounds having isocyanurate rings is proposed 
in Japanese Patent Application Unexamined Publication Nos. 
60-77844 (1985), 62-290705 (1987), 60-14212 (1985), 59-222480 
(1984), 1-14190 (1989), 57-55914 (1982), 5-216224 (1993) and 
5-273754 (1993), which however involves the problem that the 

25 cured film is hard and brittle. 

As to photosensitive resin compositions with good 
tenting reliability, a photosensitive resin composition using 
vinylurethane compounds is disclosed in Japanese Patent 
Application Unexamined Publication No. 7-128851 (1995). 

30 However, with the recent increase in the density and accuracy 
of printed wiring boards, the requirement for high resolution 
has become yearly strict, and the addition of vinylurethane 
compounds alone cannot improve the resolution of the 
photosensitive resin composition. This is assumed to be 
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caused by the poor developability of the isocyanate residues 
having urethane bonds . 

In Japanese Patent Application Unexamined Publication 
No. 8-179503 (1996) is disclosed that photosensitive resin 
5 compositions having a low biologically chemical oxygen demand 
and a low chemical oxygen demand and being less apt to 
aggregate in developers are obtainable by using, as an 
ethylenically unsaturated compound, a specific urethane 
compound having in its molecule blocked ethylenoxy or 

10 propylenoxy groups. The photosensitive resin compositions 
however involve the defects of low adhesiveness on 
overdevelopment and insufficient reduction in minimum 
development time. 

In Japanese Patent Application Unexamined Publication 

15 No. 5-232699 (1993) disclosed are photosensitive resin 

compositions containing acrylate compounds, which, having 
extremely hydrophilic polyalkylene glycol chains, are 
excellent in developability and resolution. The 
photosensitive resin compositions involve problems in that 

20 those with only polyethylene glycol chains suffer from 

defective resist shapes. Jagged etched- lines or the like, 
while those with only polypropylene glycol chains tend to 
separate to scum in alkaline developers, and if the scum 
adheres to substrates, it causes short circuit or 

25 disconnection . 



Disclosure of Invention 

An object of the invention is to provide a 
photosensitive resin composition which is excellent in 
30 adhesiveness and low tendency to scum. 

Accordingly, the invention provides a photosensitive 
resin composition comprising 

(A) a carboxyl group -containing binder polymer which 
contains styrene or a styrene derivative as a copolymerized 
35 constituent , 
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(B) a photo-polymerization initiator, and 

(C) a photo-polymerizable compound having in its 
molecule at least one polymerizable ethylenically unsaturated 
bond which comprises a compound represented by the general 

5 formula (I) 



10 

wherein R 1 is a hydrogen atom or a methyl group, A is an 
alkylenoxy group of 2 to 6 carbon atoms, Z 1 is a halogen 
atom, an alkyl group of 1 to 20 carbon atoms, a cycloalkyl 
group of 3 to 10 carbon atoms, an aryl group of 6 to 14 

15 carbon atoms, an amino group, an alkylamino group of 1 to 10 
carbon atoms, a dialkylamino group of 2 to 20 carbon atoms, a 
nitro group, a cyano group, a mercapto group, an 
alkylmercapto group of 1 to 10 carbon atoms, an allyl group, 
a hydroxyalkyl group of 1 to 20 carbon atoms , a carboxyalkyl 

20 group wherein the alkyl group has 1 to 10 carbon atoms, an 

acyl group having an alkyl group of 1 to 10 carbon atoms, an 
alkoxy group of 1 to 20 carbon atoms or a group containing an 
heterocyclic group, m is an integer of 4 to 20, and n is an 
integer of 0 to 5 . 

25 In the photosensitive resin composition of the 

invention, preferably, the photo -polymerization initiator as 
the component (B) is a 2 , 4 , 5-triarylimidazole dimer. The 
photosensitive resin composition of this embodiment has more 
excellent adhesiveness and has high sensitivity • 

30 In the photosensitive resin composition of the 

invention, preferably, the component (C) is a photo- 
polymerizable compound having in its molecule at least one 
polymerizable ethylenically unsaturated bond, which comprises 
a compound represented by the general formula (I) and a 

35 compound represented by the general formula (II) 



0 




(I) 



0 0 0 0 

CH =c _C-0-<Bi>-C»NH-Z2-NH»C-0-(B2) r C-C=CH2 (II) 
i s i 

R2 R3 

wherein R 2 and R 3 each independently are a hydrogen atom or 
an alkyl group of 1 to 6 carbon atoms, B 1 and B 2 each 
independently are as defined above for A in the general 
formula (I), Z 2 is a divalent hydrocarbon group of 1 to 16 
carbon atoms, and s and t each independently are an integer 
of 1 to 28. The photosensitive resin composition of this 
embodiment is particularly excellent in adhesiveness. 

In the photosensitive resin composition of the 
invention, preferably, the component (A) is a carboxyl group - 
containing binder polymer which contains styrene or a styrene 
derivative as a copolymerized constituent and comprises 
copolymerized constituents consisting of 15 to 35 % by weight 
of methacrylic acid, 10 to 35 % by weight of styrene or a 
styrene derivative and 30 to 75 % by weight of a monomer 
represented by the general formula (III) 

ch 2 = c-coor 6 (in) 

wherein R 5 is a hydrogen atom or a methyl group, and R 6 is an 
alkyl group of 1 to 12 carbon atoms. The photosensitive 
resin composition of this embodiment is particularly 
excellent in adhesiveness. 

In the photosensitive resin composition of the 
invention, preferably, the component (A) is a carboxyl group- 
containing binder polymer which contains styrene or a styrene 
derivative as a copolymerized constituent and has a weight 
average molecular weight of 30,000 to 80,000. The 
photosensitive resin composition of this embodiment is 
particularly excellent in film quality and resolution. 



The photosensitive resin composition of the invention, 
preferably, comprises 40 to 70 parts by weight of the 
component (A), 0,1 to 10 parts by weight of the component (B) 
and 30 to 60 parts by weight of the component (C) relative to 
100 parts by weight of a sum total of the component (A) and 
the component (C) . The photosensitive resin composition of 
this embodiment is particularly excellent in adhesiveness and 
low tendency to scum. 

The invention further provides a photosensitive resin 
composition comprising 

(A') a binder polymer, 

(B) a photo -polymerization initiator, and 

(C) a photo-polymerizable compound having in its 
molecule at least one polymerizable ethylenically unsaturated 
bond which comprises a compound represented by the general 
formula (V) 

0 

CH 2 = C - C -(B)^ 0 -^f Zl>n (V) 
Rl 

wherein R 1 is a hydrogen atom or a methyl group, B is an 
ethylenoxy group, Z 1 is a halogen atom, an alkyl group of 1 
to 20 carbon atoms, a cycloalkyl group of 3 to 10 carbon 
atoms, an aryl group of 6 to 14 carbon atoms, an amino group, 
an alkylamino group of 1 to 10 carbon atoms, a dialkylamino 
group of 2 to 20 carbon atoms, a nitro group, a cyano group, 
a mercapto group, an alkylmercapto group of 1 to 10 carbon 
atoms, an allyl group, a hydroxyalkyl group of 1 to 20 carbon 
atoms, a carboxyalkyl group wherein the alkyl group has 1 to 
10 carbon atoms, an acyl group having an alkyl group of 1 to 
10 carbon atoms, an alkoxy group of 1 to 20 carbon atoms or a 
group containing an heterocyclic group, m is an integer of 4 
to 20, and n is an integer of 0 to 5. 



The invention further provides a photosensitive resin 
composition comprising 

(A' ) a binder polymer, 

(B) a photo -polymerization initiator, and 
(C' r ) a photo-polymerizable compound having in its 
molecule at least one polymerizable ethylenically unsaturated 
bond which comprises a compound represented by the general 
formula (VI) 

0 

C^2 = C~C^0^df ZA)a (VI) 
Rl 

wherein R 1 is a hydrogen atom or a methyl group, A is an 
alkylenoxy group of 2 to 6 carbon atoms, Z 4 is an alkyl group 
of 1 to 20 carbon atoms, m is an integer of 4 to 20, and a is 
an integer of 1 to 5 . 

Another object of the invention is to provide a 
photosensitive element which is excellent in adhesiveness, 
low tendency to scum and workability. 

Accordingly, the invention provides a photosensitive 
element produced by applying the photosensitive resin 
composition of the invention to a support, and then drying 
the photosensitive resin composition to form a photosensitive 
resin composition layer. 

In one embodiment, the photosensitive element of the 
invention has a protective film applied to the photosensitive 
resin composition layer. 

Another object of the invention is to provide a process 
for producing resist patterns, in which a photosensitive 
element having excellent adhesiveness, low tendency to scum 
and extremely good workability is used and which therefore 
extremely facilitates the production of printed wiring boards 
with higher density and the automatic production of printed 
wiring boards . 
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Accordingly, the invention provides a process for 
producing a resist pattern comprising laminating the 
photosensitive element of the invention on a substrate to he 
processed for forming a circuit, with the photosensitive 
resin composition layer placed in contact with the substrate, 
exposing the photosensitive resin composition layer by 
irradiating it with an active ray in a pattern of an image to 
radiation -cure exposed areas of the photosensitive resin 
composition layer, and then developing by removing unexposed 
areas of the photosensitive resin composition layer. 

In one embodiment, a protective film is applied to the 
photosensitive resin composition layer, and the 
photosensitive element is laminated on the substrate to be 
processes for forming a circuit while the protective film is 
being peeled off from the photosensitive resin composition 
layer . 

Another object of the invention is to provide a process 
for producing a printed wiring board, in which a 
photosensitive element having excellent adhesiveness, low 
tendency to scum and extremely good workability is used for 
the production of resist patterns and which therefore 
extremely facilitates the production of printed wiring boards 
with higher density and the automatic production of printed 
wiring boards . 

Accordingly, the invention provides a process for 
producing a printed wiring board, comprising etching or 
plating the substrate bearing the resist pattern produced by 
the process for producing a resist pattern of the invention. 

Best Mode for Carrying Out the Invention 

Hereinafter, the components contained in the 
photosensitive resin composition of the invention will be 
described in detail. 

According to the invention, in the component (A) that is 
a carboxyl group -containing binder polymer containing styrene 



or a styrene derivative as a copolymerized constituent, the 
styrene or the styrene derivative is an essential 
copolymerized constituent to ensure adhesiveness and high 
resolution on overdevelopment. 

Examples of usable styrene derivatives include at - 
methyls tyrene, p -methyls tyrene , p-ethylstyrene , p- 
methoxy styrene, p -ethoxys tyrene , p-chloro styrene and p- 
bromostyrene. The styrene and styrene derivatives may 
further have, on their benzene rings, a functional 
substituent such as a nitro group, a nitrile group, an 
alkoxyl group, an acyl group, a sulfone group, a hydroxyl 
group or a halogen atom, but, preferably, have only one alkyl 
group such as a methyl group or a tert -butyl group. In view 
of adhesiveness preferred examples are styrene and p- 
methyls tyrene. These styrene and styrene derivatives are 
used individually or in combination of two or more. 

The component (A) to be used in the invention that is a 
carboxyl group-containing binder polymer containing styrene 
or a styrene derivative as a copolymerized constituent 
further contains as another essential copolymerized 
constituent a carboxyl group -containing monomer which is 
copolymerizable with styrene or the styrene derivative, and 
may further contain other vinyl monomers as optional 
copolymerized constituents. 

Examples of usable carboxyl group -containing monomers 
include acrylic acid, acrylic acid derivatives such as a- 
bromoacrylic acid, a -chloroacrylic acid, ]3 -fury lacry lie 
acid and j3 -styry lacry lie acid, methacrylic acid, methacrylic 
acid derivatives such as ot -bromomethacrylic acid, a- 
chloromethacrylic acid, jS -f urylmethacrylic acid and (3 - 
styry lmethacrylic acid, maleic acid, maleic anhydride, maleic 
acid monoesters such as monomethyl maleate, monoethyl maleate 
and monoisopropyl maleate, fumaric acid, cinnamic acid, a- 
cyanocinnamic acid, itaconic acid, crotonic acid and 
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propiolic acid. These carboxyl group-containing monomers are 
used individually or in combination of two or more. 

Examples of usable vinyl monomers other than styrene, 
the styrene derivatives and the carboxyl group -containing 
monomers include acrylamides such as 2,2,3,3- 
tetraf luoropropylacrylatacrylamide , 2,2,3,3- 
tetraf luoropropylmethacrylatacrylamide and 

diacetonacrylamide , acrylonitrile , ethers of vinyl alcohol 
such as vinyl n-butyl ether, alkyl acrylates and alkyl 
methacrylates . 

Examples of the alkyl acrylates and alkyl methacrylates 
include the compounds represented by the general formula 
(III) and derivatives thereof in which the alkyl group has 
substituent group(s), for example, a hydroxyl group, an epoxy 
group or a halogen group. 

Examples of R 6 in the general formula (III) include a 
methyl group, an ethyl group, a propyl group, a butyl group, 
a pentyl group, a hexyl group, a heptyl group, an octyl 
group, a nonyl group, a decyl group, an undecyl group, a 
dodecyl group and structural isomers of these groups . 

Examples of the monomers represented by the general 
formula (III) include methyl aery late, ethyl acrylate, propyl 
acrylate, butyl acrylate, pentyl acrylate, hexyl acrylate, 
heptyl acrylate, octyl acrylate, 2-ethylhexyl acrylate, nonyl 
acrylate, decyl acrylate, undecyl acrylate, dodecyl acrylate, 
methyl methacrylate, ethyl methacrylate, propyl methacrylate , 
butyl methacrylate, pentyl methacrylate, hexyl methacrylate, 
heptyl methacrylate, octyl methacrylate, 2-ethylhexyl 
methacrylate, nonyl methacrylate, decyl methacrylate, undecyl 
methacrylate and dodecyl methacrylate. 

The component (A) that is a carboxyl group -containing 
binder polymer containing styrene or a styrene derivative as 
a copolymerized constituent preferably contains 15 to 35 % by 
weight of methacrylic acid, 10 to 35 % by weight of styrene 
or a styrene derivative and 30 to 75 % by weight of the 



monomer represented by the general formula (III) as 
polymerization constituents. 

That is, the content of methacrylic acid is preferably 
15 to 35 % by weight, more preferably 20 to 30 % by weight, 
particularly preferably 23 to 26 % by weight based on the 
whole quantity of the component (A) . If it is less than 15 % 
by weight, the minimum development time may be prolonged to 
deteriorate the workability, and if more than 35 % by weight, 
adhesiveness may be reduced. 

The content of styrene or the styrene derivative is 
preferably 10 to 35 % by weight, more preferably 15 to 30 % 
by weight, particularly preferably 20 to 25 % by weight based 
on the whole quantity of the component (A) . If it is less 
than 10 % by weight, the resist may tend to swell to reduce 
the adhesiveness on overdevelopment, and if more than 35 % by 
weight, the minimum development time may be prolonged to 
deteriorate the workability. 

The content of the monomer represented by the general 
formula (III) is preferably 30 to 75 % by weight, more 
preferably 40 to 65 % by weight, particularly preferably 49 
to 57 % by weight based on the whole quantity of the 
component (A). If it is less than 30 % by weight, the resist 
may become brittle and have poor cross-cut properties, and if 
more than 75 % by weight, the adhesiveness may be reduced. 

For example, the component (A) may be produced by 
copolymerizing the above described monomers through vinyl 
polymerization . 

In view of good film quality and high resolution, the 
component (A) that is a carboxyl group -containing binder 
polymer containing styrene or a styrene derivative as a 
copolymerized constituent preferably has a weight average 
molecular weight of 30,000 to 80,000, more preferably 40,000 
to 70,000, particularly preferably 50,000 to 60,000. If the 
weight average molecular weight is less than 30,000, the film 
quality may be deteriorated, and if more than 80,000, the 



resolution may be lowered. Herein, the weight average 
molecular weight is measured through gel permeation 
chromatography, based on the calibration curve of a standard, 
polystyrene. 

In the invention, the component (A) that is a carboxyl 
group- containing binder polymer containing styrene or a 
styrene derivative as a copolymerized constituent preferably 
has an acid value of 90 to 500 mgKOH/g, more preferably 90 to 
300 mgKOH/g. If the acid value is less than 90 mgKOH/g, the 
development time may be prolonged, and if more than 500 
mgKOH/g, the radiation -cured resist may have poor resistance 
to developers . 

Examples of photo-polymerization initiators usable as 
the component (B) in the invention include aromatic ketones 
such as benzophenone , N,N' - tetramethyl-4 , 4 ' - 

diaminobenzophenone ( Michler ' s ketone ) , N , N ' - tetraethyl -4,4'- 
diaminobenzophenone , 4 -methoxy- 4 ' -dimethylaminobenzophenone , 
2 - benzyl - 2 - dime thylamino - 1 - ( 4 -morpholinophenyl ) but anone - 1 , 2 - 
ethylanthraquinone and phenanthrenequinone , benzoin ether 
compounds such as benzoin methyl ether, benzoin ethyl ether 
and benzoin phenyl ether, benzoin compounds such as 
methylbenzoin and ethylbenzoin, benzyl derivatives such as 
benzyl diethyl ketal, 2 , 4 , 5-triarylimidazole dimers, acridine 
derivatives such as 9-phenylacridine and 1 , 7 - bis ( 9 , 9 ' - 
acridinyl) heptane, and N-phenylglycine . 

In view of adhesiveness and sensitivity, preferred are 
2 , 4 , 5-triarylimidazole dimers, for example, 2,2 ' -bis (o- 
chlorophenyl ) - 4 , 5 , 4 ' , 5 ' - t e traphenyl -1,2'- imidazole dimer , 2 - 
( o - chlorophenyl ) -4 , 5-diphenylimidazole dimer, 2,2' -bis (o- 
chlorophenyl)-4,4' , 5 , 5 '- tetra(p -chlorophenyl ) imidazole dimer, 
2 - ( o -chlorophenyl ) - 4 , 5-di (m-methoxyphenyl ) imidazole dimer , 
2,2' -bis(o-chlorophenyl)-4,4' , 5 , 5 ' -tetra(p- 
fluorophenyl) imidazole dimer, 2,2' -bis (o-bromophenyl) - 
4,4' ,5, 5 F -tetra(o-chloro-p-methoxyphenyl) imidazole dimer, 
2,2' -bis ( o -chlorophenyl ) -4 , 4 ' , 5 , 5 ' - tetra ( o , p- 
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dichlorophenyl ) imidazole dimer , 2,2' -bis ( o-chlorophenyl ) - 
4,4' ,5,5'- tetra(o,p-dibromophenyl) imidazole dimer, 2,2'- 
bis(o-chlorophenyl)-4,4' , 5 , 5 ' -tetra(p- 

chloronaphthyl) imidazole dimer, 2 , 2 ' -bis (m,p- dichlorophenyl) - 
4,4' ,5,5'-tetraphenylimidazole dimer, 2 , 2 ' -bis(o,p- 
dichlorophenyl ) - 4 , 4 ' , 5 , 5 ' - t e traphenylimidazole dimer , 2,2'- 
bis(o,p- dichlorophenyl) -4, 4' ,5,5' -tetra(o,p- 
dichlorophenyl) imidazole dimer, 2- (o-f luorophenyl) -4 , 5- 
diphenylimidazole dimer , 2 - ( o-methoxyphenyl ) - 4 , 5 - 
diphenylimidazole dimer , 2 - ( p-methoxyphenyl ) - 4 , 5 - 
diphenylimidazole dimer, 2 , 4 -di( p-methoxyphenyl) -5- 
phenylimidazole dimer , 2 - ( 2 , 4 - dimethoxyphenyl ) - 4 , 5 - 
diphenylimidazole dimer , 2 - ( p-methylmercaptophenyl ) - 4 , 5 - 
diphenylimidazole dimer , 2,2' -bis ( p-bromophenyl )-4,4',5,5'- 
tetraphenylimidazole dimer , 2.2' -bis ( o-bromophenyl ) - 
4,4' ,5,5' -tetra(o,p- dichlorophenyl) imidazole dimer, 2,2'- 
bis (o-bromophenyl) -4 , 4 ' 5 , 5 ' -tetra(p-iodophenyl) imidazole 
dimer, 2,2' -bis (m-bromophenyl) -4 , 4 ' , 5 , 5 ' -tetraphenylimidazole 
dimer and 2 , 2 ' -bis (m.p-dibromophenyl) -4 , 4 * , 5 , 5 ' - 
tetraphenylimidazole dimer. These are used individually or 
in combination of two or more. 

The component (C) to be used in the invention that is a 
photo -polymerizable compound having in its molecule at least 
one polymerizable ethylenically unsaturated bond contains the 
compound represented by the general formula (I) as an 
essential ingredient. 

Examples of A in the general formula (I) and the general 
formula (VI) include an alkylenoxy group of 2 to 6 carbon 
atoms, such as an ethylenoxy group, a propylenoxy group, an 
isopropylenoxy group, a butylenoxy group, a pentylenoxy group 
and a hexylenoxy group, with an ethylenoxy group preferred in 
view of adhesiveness, m is an integer of 4 to 20, preferably 
an integer of 6 to 18 in view of low tendency to scum and 
resistance to developers, particularly preferably an integer 
of 8 to 12. 
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The isopropylene group in the above-mentioned 
isopropylenoxy group is represented by -CH(CH 3 )CH 2 - • When A 
in the general formula (I) is an isopropylenoxy group, the 
group -(A)- may have the structure of either (i) -(-O- 
5 CH(CH 3 )CH 2 -)- or (ii) - ( -0-CH 2 CH( CH 3 ) - ) - , and when A is an 

isopropylenoxy group, each isopropylenoxy group in the group 
-(A) m - may have the structure of either (i) or (ii), and the 
plural A's may be identical with or different from each 
other. When A's include two or more kinds of alkylenoxy 

10 groups, the alkylenoxy groups may be linked either randomly 
or in blocks . 

The Z 1 in the general formula (I) and the general 
formula (V) is a halogen atom, an alkyl group of 1 to 20 
carbon atoms, a cycloalkyl group of 3 to 10 carbon atoms, an 

15 aryl group of 6 to 14 carbon atoms, an amino group, an 

alkylamino group of 1 to 10 carbon atoms , a dialkylamino 
group of 2 to 20 carbon atoms, a nitro group, a cyano group, 
a mercapto group, an alkylmercapto group of 1 to 10 carbon 
atoms, an allyl group, a hydroxyalkyl group of 1 to 20 carbon 

20 atoms, a carboxyalkyl group the alkyl group of which has 1 to 
10 carbon atoms, an acyl group the alkyl group of which has 1 
to 10 carbon atoms, an alkoxy group of 1 to 20 carbon atoms 
or a group containing a heterocyclic group. The hydrogen 
atoms of the alkyl groups in Z 1 may be substituted by halogen 

25 atoms. In view of resistance to developers, developability 
and adhesiveness, Z 1 is preferably an alkyl group of 1 to 20 
carbon atoms, more preferably an alkyl group of 4 to 14 
carbon atoms . n is an integer of 0 to 5 , preferably an 
integer of 1 to 3 in view of availability and developability. 

30 When n is 2 or more, the plural Z lf s may be identical with or 
different from each other. 

Examples of halogen atoms for Z 1 in the general formula 
(I) and the general formula (V) include fluorine, chlorine, 
bromine, iodine and astatine. 
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Examples of alkyl groups of 1 to 20 carbon atoms for Z 1 
and Z 4 in the general formula (I), the general formula (V) 
and the general formula (VI) include a methyl group, an ethyl 
group, an n-propyl group, an isopropyl group, a n-butyl 
group, a sec-butyl group, a tert -butyl group, a pentyl group, 
a hexyl group, a heptyl group, an octyl group, a nonyl group, 
a decyl group, an undecyl group, a dodecyl group, a tridecyl 
group, a tetradecyl group, a pentadecyl group, an octadecyl 
group, a nonadecyl group and eicocyl group, with alkyl groups 
of 7 to 12 carbon atoms preferred, and a nonyl group 
particularly preferred. 

Examples of cycloalkyl groups of 3 to 10 carbon atoms 
for Z 1 in the general formula (I) and the general formula (V) 
include a cyclopropyl group, a cyclobutyl group, a 
cyclopentyl group, a cyclohexyl group, a cycloheptyl group 
and a cyclooctyl group. 

Examples of aryl groups of 6 to 14 carbon atoms for Z 1 
in the general formula (I) and the general formula (V) 
include a phenyl group, a tolyl group, a xylyl group, a 
biphenylyl group, a naphthyl group, an anthryl group and a 
phenanthryl group, which may be substituted by a halogen 
atom, an amino group, a nitro group, a cyano group, a 
mercapto group, an allyl group or an alkyl group of 1 to 20 
carbon atoms . 

Examples of alkylamino groups of 1 to 10 carbon atoms 
for Z 1 in the general formula (I) and the general formula (V) 
include a methylamino group, an ethylamino group, a 
propylamino group and an isopropylamino group. 

Examples of dialkylamino groups of 2 to 20 carbon atoms 
for Z 1 in the general formula (I) and the general formula (V) 
include a dimethylamino group, a diethylamino group, a 
dipropylamino group and a diisopropylamino group. 

Examples of alkylmercapto groups of 1 to 10 carbon atoms 
for Z 1 in the general formula (I) and the general formula (V) 



include a methylmercapto group, an ethylmercapto group and a 
propylmercapto group . 

Examples of hydroxyalkyl groups of 1 to 20 carbon atoms 
for Z 1 in the general formula (I) and the general formula (V) 
5 include a hydroxymethyl group, a hydroxyethyl group, a 
hydroxypropyl group, a hydroxy! sopropyl group and a 
hydroxybutyl group . 

Examples of carboxyalkyl groups for Z 1 in the general 
formula (I) and the general formula (V) the alkyl groups of 
10 which has 1 to 10 carbon atoms include a carboxymethyl group, 
a carboxyethyl group, a carboxypropyl group and a 
carboxybutyl group . 

Examples of acyl groups for Z 1 in the general formula 
(I) and the general formula (V) the alkyl group of which has 
15 1 to 10 carbon atoms include a formyl group, an acetyl group, 
a propionyl group, a butyryl group, an isobutyryl group, a 
valeryl group, an isovaleryl group and a pivaroyl group. 

Examples of alkoxy groups of 1 to 20 carbon atoms for Z 1 
in the general formula (I) and the general formula (V) 
20 include a methoxy group, an ethoxy group, a propoxy group and 
a butoxy group. 

Examples of groups containing a heterocyclic group for 
Z 1 in the general formula (I) and the general formula (V) 
include a furyl group, a thienyl group, a pyrrolyl group, a 
25 thiazolyl group, an indolyl group and a quinolyl group. 

Examples of the compounds represented by the general 
formula (I) include nonylphenoxypoly(ethylenoxy) acrylates, 
nonylphenoxypoly ( ethylenoxy ) methacrylates , 
nonylphenoxypoly ( propylenoxy ) acrylates , 
3 0 nonylphenoxypoly ( propylenoxy ) methacrylates , 
butylphenoxypoly ( ethylenoxy ) acrylates , 
butylphenoxypoly ( ethylenoxy ) methacrylates , 
butylphenoxypoly (propylenoxy) acrylates and 
butylphenoxypoly (propylenoxy) methacrylates . 
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Examples of the nonylphenoxypoly (ethylenoxy) acrylate 
include nonylphenoxytetra( ethylenoxy) acrylate, 
nonylphenoxypent a ( ethylenoxy ) acrylate , 
nonylphenoxyhexa ( ethylenoxy ) acrylate , 
nonylphenoxyhept a ( ethylenoxy ) acrylate , 
nonylphenoxyoct a ( ethylenoxy ) acrylate , 
nonylphenoxynona ( ethylenoxy ) acrylate , 
nonylphenoxydeca( ethylenoxy) acrylate and 
nonylphenoxyundeca( ethylenoxy ) acrylate . 

Examples of the nonylphenoxypoly ( ethylenoxy ) 
methacrylates include nonylphenoxytetra( ethylenoxy) 
methacrylate , nonylphenoxypenta ( ethylenoxy) methacrylate , 
nonylphenoxyhexa ( ethylenoxy ) methacrylate , 
nonylphenoxyhepta( ethylenoxy ) methacrylate , 
nonylphenoxyoct a ( ethylenoxy ) methacrylate , 
nonylphenoxynona ( ethylenoxy ) methacrylate , 

nonylphenoxydeca( ethylenoxy) methacrylate and 

nony lphenoxyundeca ( ethylenoxy ) methacrylate . 

Examples of the butylphenoxypoly( ethylenoxy) acrylate 

include butylphenoxytetra( ethylenoxy) acrylate, 

butylphenoxypent a ( ethylenoxy ) acrylate , 

buty lphenoxyhexa ( ethylenoxy ) acrylate , 

butylphenoxyhepta ( ethylenoxy ) acrylate , 

butylphenoxyoct a ( ethylenoxy ) acrylate , 

butylphenoxynona ( ethylenoxy ) acrylate , 

butylphenoxydeca( ethylenoxy) acrylate and 

buty lphenoxyundeca ( ethylenoxy ) acrylate . 

Examples of the buty Iphenoxypoly (ethylenoxy) 

methacrylates include 

butylphenoxytetra( ethylenoxy ) methacrylate , 
butylphenoxypenta ( ethylenoxy ) methacrylate , 
butylphenoxyhexa ( ethylenoxy ) methacrylate , 
butylphenoxyhept a ( ethylenoxy ) methacrylate , 
butylphenoxyoct a ( ethylenoxy ) methacrylate , 
butylphenoxynona ( ethylenoxy ) methacrylate , 
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butylphenoxydeca(ethylenoxy) methacrylate and 
butylphenoxyundeca ( ethylenoxy ) methacrylate . 

In view of flexibility, it is preferable that the 
component (C) [and the component (C) and the component 
(C')] to be used in the invention that is a photo- 
polymerizable compound having in its molecule at least one 
polymerizable ethylenically unsaturated bond further 
contains, in addition to the compound represented by the 
general formula (I), a compound represented by the general 
formula (II), particularly preferably a compound represented 
by the general formula (IV) 

H 2 C 0 0 0 0 CH 2 

C-C-0KX^Yi)-C-NH-Z3-NH-C-0^Y 2 MX2)-C--C (IV) 
i p i 

wherein R 7 and R 8 have the same definition as that of R 2 in 
the general formula (II), Z 3 has the same definition as that 
of Z 2 in the general formula (II), X 1 and X 2 are an ethylenoxy 
group, Y 1 and Y 2 each independently are a propylenoxy group, 
an isopropylenoxy group, a butylenoxy group, a pentylenoxy 
group or a hexylenoxy group, p, q, r and v each independently 
are an integer of 1 to 14. 

In the general formulae (II) and (IV), R 2 , R 3 , R 7 and R 8 
each independently are a hydrogen atom or an alkyl group of 1 
to 6 carbon atoms, such as a methyl group, an ethyl group, a 
n-propyl or an isopropyl group. When r and v that are the 
numbers of the repeating units Y 1 and Y 2 are 2 or more, the 
two or more Y 1 ' s and the two or more Y 2, s, respectively, may 
be identical with or different from each other, and the 
arrangements of Y lf s of two or more kinds and Y 2 's of two or 
more kinds may be either random or block. Also the 
arrangement of X 1 , X 2 , Y 1 and Y 2 may be either random or 
block. 
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Examples of divalent hydrocarbon groups of 1 to 16 
carbon atoms for Z 2 and Z 3 in the general formulae (II) and 
(IV) include an alkylene group, such as an ethylene group, a 
hexylene group, a 2-ethylhexylene group, a trimethylhexylene 
5 group or a decylene group, a cycloalkylene group, such as a 
cyclohexylene group or a bicyclohexylene group, and an 
arylene group, such as a phenylene group, a biphenylylene 
group or a naphthylene group. 

Examples of the compounds represented by the general 
10 formulae (II) and (IV) include UA-11 and UA-13 (Trade names) 
produced by Shin-Nakamura Kagaku Kogyo Co., Ltd. 

Examples of other photo-polymerizable compounds having 
in their molecules at least one polymerizable ethylenically 
unsaturated bond than the compounds represented by the 
15 general formulae (I), (II) and (IV) include polyhydric 
alcohols, compounds obtainable by the reaction of an 
polyhydric alcohol with an a , /3 -unsaturated carboxylic acid, 
2 , 2 -bis [ 4 - ( acryloxypolyethoxy ) phenyl ] propanes , 2,2 -bis [ 4 - 
( methacryloxypolyethoxy ) phenyl ] propanes , compounds obtainable 
20 by the reaction of a glycidyl group -containing compound with 
an a , ]3 -unsaturated carboxylic acid, urethane monomers, 7- 
chloro- j3 -hydroxypropyl- j8 ' -acryloyloxyethyl-o-phthalate, 7 - 
chloro- j3 -hydroxypropyl- j8 ' -methacryloyloxyethyl-o-phthalate, 
j3 -hydroxy ethyl- j3 ' -acryloyloxyethyl-o-phthalate, $ - 
25 hydroxyethyl- j8 ' -methacryloyloxyethyl-o-phthalate , /3 - 
hydroxypropyl- j3 ' -acryloyloxyethyl-o-phthalate, 0 - 
hydroxypropyl- )3 ' -methacryloyloxyethyl-o-phthalate, alkyl 
acrylates and alkyl methacrylates . 

Examples of the compounds obtainable by the reaction of 
30 a polyhydric alcohol with an a , j3 -unsaturated carboxylic acid 
include polyethylene glycol diacrylates with 2 to 14 ethylene 
groups, polyethylene glycol dimethacrylates with 2 to 14 
ethylene groups, polypropylene glycol diacrylates with 2 to 
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14 propylene groups, polypropylene glycol dimethacrylates 
with 2 to 14 propylene groups, trimethylolpropane diacrylate 
trimethylolpropane dime thacry late , trimethylolpropane 
triacrylate, trimethylolpropane trimethacrylate, 
trimethylolpropane ethoxytriacrylate , trimethylolpropane 
ethoxytrimethacrylate , tetramethylolmethane triacrylate , 
tetramethylolmethane trimethacrylate , tetramethylolmethane 
tetracrylate , tetramethylolmethane tetramethacrylate , 
polypropylene glycol diacrylates with 2 to 14 propylene 
groups, polypropylene glycol dimethacrylates with 2 to 14 
propylene groups, dipentaerithritol pentacrylate , 
dipentaerithritol pentamethacrylate , dipentaerithritol 
hexacrylate and dipentaerithritol hexamethacrylate. 

Examples of the a , & -unsaturated carboxylic acids 
include acrylic acid and methacrylic acid. 

Examples of the 2, 2 -bis [4- 
(acryloxypolyethoxy) phenyl ]propanes include 2,2-bis[4- 
( acryloxydie thoxy ) phenyl ] propane , 2,2 -bis [ 4 - 
( acryloxy triethoxy ) phenyl ] propane , 2 , 2 - bis [ 4 - 
( aery loxypentae thoxy) phenyl ] propane and 2, 2- bis [4- 
( acryloxydecaethoxy ) phenyl ] propane . 

Examples of the 2, 2 -bis [4- 
(methacryloxypolye thoxy) phenyl ]propanes include 2, 2 -bis [4- 
( methacryloxydiethoxy ) phenyl ] propane , 2 , 2 -bis [ 4 - 
(methacryloxy triethoxy) phenyl] propane, 2 , 2-bis [ 4- 
(methacryloxypentaethoxy) phenyl] propane and 2, 2 -bis [4- 
( methacryloxydecae thoxy ) phenyl ] propane . 2,2 -bis [ 4 - 
( me thacryloxypentae thoxy) phenyl] propane is commercially 
available by the trade name of BPE-500 (produced by Shin- 
Nakamura Kagaku Kogyo Co., Ltd.). 

Examples of the glycidyl group -containing compounds 
include trimethylolpropane triglycidyl ether triacrylate, 
trimethylolpropane triglycidyl ether trimethacrylate, 2,2- 
bis( 4 -acryloxy- 2 -hydroxy-propyloxyphenyl) propane and 2,2- 
bis ( 4 -methacryloxy- 2 -hydroxy-propyloxyphenyl ) propane . 



Examples of the urethane monomers include addition 
reaction products of an acrylic or methacrylic monomer having 
an OH group at the j3 -position with isophorone diisocyanate , 
2, 6 -toluene diisocyanate, 2, 4 -toluene diisocyanate or 1,6- 
hexamethylene diisocyanate; and 

tris(methacryloxytetraethyleneglycolisocyanatehexamethylene) 
isocyanurate . 

Examples of the alkyl acrylates include methyl acrylate, 
ethyl acrylate, butyl acrylate and 2-ethylhexyi acrylate. 

Examples of the alkyl methacrylates include methyl 
methacrylate, ethyl methacrylate, butyl methacrylate and 2- 
ethylhexyl methacrylate. 

These compounds are used individually or in combination 
of two or more. 

The component (A') that is used in the present invention 
as a binder polymer is not particularly limited. For 
example, as the component (A f ), the above-described component 
(A) may be used, and polymers which do not contain styrene or 
a styrene derivative as a copolymerization constituent may 
also be used. The preferred ranges of the weight average 
molecular weight and acid value of the component (A r ) are the 
same as those described for the component (A) . 

The quantity of the component (A) to be used in the 
invention that is the carboxyl group- containing binder 
polymer containing styrene or a styrene derivative as a 
copolymerized constituent is preferably 40 to 70 parts by 
weight, more preferably 45 to 60 parts by weight, 
particularly preferably 50 to 55 parts by weight based on 100 
parts by weight of the sum total of the component (A) and the 
component (C). If it is less than 40 parts by weight, the 
radiation -cured product may become brittle, and the 
photosensitive element produced therefrom may have poor film 
quality, and if it is more than 70 parts by weight, the 
adhesiveness and resolution may be lowered. 
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The quantity of the component (B) that is the photo- 
polymerization initiator to be used in the invention is 
preferably 0.1 to 10 parts by weight, more preferably 1 to 8 
parts by weight, particularly preferably 2 to 5 parts by 
weight based on 100 parts by weight of the sum total of the 
component (A) and the component (C) . If it is less than 0.1 
parts by weight, the sensitivity may become insufficient, and 
if it is more than 10 parts by weight, the absorption of 
lights near the surface of the composition may increase at 
the time of exposure, causing insufficient radiation-cure of 
the inside. 

The quantity of the component (C) that is the photo - 
polymerizable compound to be used in the invention is 
preferably 30 to 60 parts by weight, particularly preferably 
45 to 50 parts by weight based on 100 parts by weight of the 
sum total of the component (A) and the component (C) . 

The content of the compound represented by the general 
formula (I) in the component (C) is preferably 3 to. 20 parts 
by weight, more preferably 5 to 20 parts by weight based on 
100 parts by weight of the sum total of the component (A) and 
the component (C) . If it is less than 3 parts by weight, 
scumming may increase, the sensitivity may become 
insufficient to form strong and flexible cured film, and if 
it is more than 20 parts by weight, the sensitivity may 
become insufficient . 

The content of the compound represented by the general 
formula (II) in the component (C) is preferably 5 to 40 parts 
by weight, more preferably 7 to 30 parts by weight, 
particularly preferably 10 to 25 parts by weight based on 100 
parts by weight of the sum total of the component (A) and the 
component (C) . If it is less than 5 parts by weight, the 
sensitivity may become insufficient to form strong and 
flexible cured film, and if it is more than 40 parts by 
weight, the sensitivity may become insufficient. 



The quantity of the component (A') that is the binder 
polymer to be used in the invention is preferably 40 to 70 
parts by weight, more preferably 45 to 60 parts by weight, 
particularly preferably 50 to 55 parts by weight based on 100 
parts by weight of the sum total of the component (A') and 
the component (C r ) or the component (C ' ) . 

The quantity of the component (B) that is the photo- 
polymerization initiator to be used in the invention is 
preferably 0.1 to 10 parts by weight, more preferably 1 to 8 
parts by weight, particularly preferably 2 to 5 parts by 
weight based on 100 parts by weight of the sum total of the 
component (A') and the component (C r ) or the component (C'). 

The quantity of the component (C) or the component 
(C rf ) that is the photo -polymerizable compound to be used in 
the invention is preferably 30 to 60 parts by weight, 
particularly preferably 45 to 50 parts by weight based on 100 
parts by weight of the sum total of the component (A r ) and 
the component (C) or the component (C ' ) . 

The content of the compound represented by the general 
formula (V) in the component (C) is preferably 3 to 20 parts 
by weight, more preferably 5 to 20 parts by weight based on 
100 parts by weight of the sum total of the component (A' ) 
and the component (C). Also, the content of the compound 
represented by the general formula (VI) in the component 
(C') is preferably 3 to 20 parts by weight, more preferably 
5 to 20 parts by weight based on 100 parts by weight of the 
sum total of the component (A') and the component (C'). 

The content of the compound represented by the general 
formula (II) in the component (C) or the component (C ff ) is 
preferably 5 to 40 parts by weight, more preferably 7 to 30 
parts by weight, particularly preferably 10 to 25 parts by 
weight based on 100 parts by weight of the sum total of the 
component (A') and the component (C) or the component (C' r ). 

The photosensitive resin composition of the invention 
may optionally contain dyes such as Malachite Green, photo- 
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couplers such as leuco crystal violet, anti-heat-coloring 
agents, plasticizers such as p-toluenesulf onamide , pigments, 
fillers, anti-f oaming agents, flame retardants, stabilizers, 
adhesiveness improvers, leveling agents, peeling promoters, 
antioxidants, perfumes, imaging agents and heat-crosslinking 
agents, in their respective quantities of 0.01 to 20 parts by 
weight based on 100 parts by weight of the sum total of the 
component (A) and the component (C) . These may be used 
individually or in combination of two or more. 

The photosensitive resin composition may be applied as 
it is or, if necessary, in a state of a solution of a solid 
content of 30 to 60 % by weight by dissolving it in a solvent 
of a mixture of solvents, such as methanol, ethanol, acetone, 
methyl ethyl ketone, methyl cellosolve, ethyl cellosolve, 
toluene or N,N-dimethylf ormamide . 

It is not limitative but preferable to use the 
photosensitive resin composition of the invention by applying 
it as a liquid resist to metallic surface, for example the 
surface of copper, copper alloys, nickel, chromium, iron, 
iron alloys such as stainless steel, preferably copper or 
copper alloys, and drying to form a photosensitive resin 
composition layer, and then optionally coating it with a 
protective film, or in a form of a photosensitive element. 

The thickness of the photosensitive resin composition 
layer depends on its use, and after drying, the thickness is 
preferably 1 to 200 /Xm, more preferably 1 to 100 Mm, 
particularly preferably 1 to 30 Mm. If the thickness is 
less than 1 Mm, application may be difficult in industrial 
processes, and photosensitive resin composition layers 
thicker than 100 Mm cannot take much effect of the invention 
and may have low sensitivity. If the thickness is more than 
200 Mm, the bottom portion of resist may become difficult to 
radiation-cure. The protective film that is optionally 
applied to the photosensitive resin composition layer is 
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inert polyolefin film, such as polyethylene or polypropylene, 
with polyethylene film preferred in view of peelability from 
the photosensitive resin composition layer. 

The photosensitive element is obtainable by applying the 
photosensitive resin composition to a support, such as a 
polymer film made of polyethyleneterephthalate, 
polypropylene, polyethylene or a polyester, and then drying 
the photosensitive resin composition to form a photosensitive 
resin composition layer. The application may be carried out 
by any known method, such as application using a roll coater, 
a comma coater, a gravure coater, an air knife coater, a die 
coater or a bar coater. The drying may be carried out at 80 
to 150 °C for about 5 to 30 minutes. 

The polymer film should be removable from the 
photosensitive resin composition layer later, and, therefore, 
should not be subjected to a surface treatment which makes it 
unremovable nor made of an unremovable material. The 
thickness of the polymer film is preferably 1 to 100 tfm f 
more preferably 1 to 30 Mm. Polymer films thinner than 1 
ttm may have so poor mechanical strength as to cause troubles 
such as breakage of the polymer film on application, and 
those thicker than 30 Mm may increase the cost due to 
reduction of resolution. 

It is possible to use one polymer film as the support 
film for supporting the photosensitive resin composition 
layer, and to laminate another polymer film as the protective 
film on the photosensitive resin composition layer. 

The obtained photosensitive element of the invention 
comprising the two layers consisting of the photosensitive 
resin composition layer and the polymer film (support) may be 
stored as it is or by laminating a protective film on the 
other face of the photosensitive resin composition layer and 
winding it into a roll. 



26 



The production of resist patterns by using the 
photosensitive element may be performed, for example, by 
removing the protective film, if any, and then laminating the 
photosensitive element on a substrate to be processed for 
forming circuits, with the photosensitive resin composition 
layer heated and pressed against the substrate. In view of 
adhesiveness and conf ©ratability , the lamination is preferably 
carried out under reduced pressure. The surface to be 
subjected to the lamination is not limited but is generally a 
metal surface. The preferred but not limitative temperature 
to which the photosensitive resin composition layer is heated 
is 70 to 130° C, and the preferred but not limitative pressure 
of the pressing is 0.1 to 1.0 MPa (1 to 10 kg/cm 2 ). When the 
photosensitive resin composition layer is heated to 70 to 
130° C as described above, the substrate to be processed for 
forming circuits does not require preheating, but may be 
preheated to further improve the lamination workability. 

After lamination, the photosensitive resin composition 
layer is irradiated with an active ray, for example, an 
active ray of 1 to 500 mJ/cm 2 , in a pattern of an image 
through a negative or positive mask pattern, so-called art 
work. When the photosensitive resin composition layer bears 
a transparent polymer film, it may be irradiated with the 
active ray through the polymer film, and when the polymer 
film is not transparent, it should be removed. To protect 
the photosensitive resin composition layer, it is preferable 
to use a transparent polymer film and to irradiate with an 
active ray through the transparent without removing it. 

The source of the active ray may be any known light 
source capable of effectively emitting ultraviolet, such as a 
carbon-arc lamp, a mercury- vapor- arc lamp, an ultra-pressure 
mercury-arc lamp, a high-pressure mercury- arc lamp or a 
xenon-arc lamp. Other light sources capable of effectively 
emitting visible light, such as a photographic flood electric 
lamp or a solar lamp are also usable. Since the photo- 
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polymerization initiator contained in the photosensitive 
resin composition layer, in general, has maximum sensibility 
in the region of ultraviolet, it is preferable, in such a 
case, to use a light source of active rays which effectively 
5 emits ultraviolet. 

After exposure, the support, if any, on the 
photosensitive resin composition layer is removed, and then 
development is carried out by removing the unexposed areas 
with a developer, such as an aqueous alkaline solution, 

10 through a known method, such as spraying, oscillatory 

dipping, brushing or scrubbing, to produce a resist pattern. 

Examples of developers used in the invention are 
alkaline, aqueous solutions, which are safe and stable and 
easy to handle. Examples of the bases in the alkaline, 

15 aqueous solution include alkali hydroxides, such as 
hydroxides of lithium, sodium or potassium, alkali 
carbonates, such as carbonates or bicarbonates of lithium, 
sodium, potassium or ammonium, phosphates of alkali metals, 
such as potassium phosphate and sodium phosphate, 

20 pyrophosphates of alkali metals, such as sodium pyrophosphate 
and potassium pyrophosphate. 

Preferred examples of the alkaline, aqueous solutions to 
be used for development include a 0.1 to 5 % by weight-dilute 
solution of sodium carbonate, a 0.1 to 5 % by weight-dilute 

25 solution of potassium carbonate, a 0 . 1 to 5 % by weight- 
dilute solution of sodium hydroxide and a 0 . 1 to 5 % by 
weight-dilute solution of sodium tetraborate. 

The alkaline, aqueous solution for development is 
adjusted preferably to pH 9-11 and is adjusted to a 

30 temperature adapted to the developability of the 
photosensitive resin composition layer. 

The aqueous alkaline solution may contain additives, 
such as surfactants, anti-foaming agents or small quantities 
of organic solvents for promoting development. 



28 



The development may be carried out, for example, by 
dipping or spraying, and high -pressure spraying is most 
suited for improving resolution. 

After development, the obtained resist pattern may 

o 

optionally be further cured by heating to about 60 to 250 C 
or by exposure with light of 0.2 to 10 mJ/cm 2 . 

The etching after the development may be carried out 
with a cupric chloride solution, a ferric chloride solution, 
an alkali etching solution or a hydrogen peroxide etching 
solution, and a cupric chloride solution, having good etch 
factor, is preferable. 

In the production of a printed wiring boards by using 
the photosensitive element of the invention, the surface of 
the substrate to be processed for forming circuits is treated 
by a known method, such as etching or plating, by using the 
developed resist pattern as a mask. 

Examples of plating methods include copper-plating, such 
as cupric sulf ate-plating or cupric pyrophosphate -plating, 
solder plating such as high- throw solder plating, nickel 
plating such as Watts bath (nickel sulf ate-nickel chloride) 
plating or nickel sulf amate-plating, and gold plating such as 
hard gold-plating or soft gold-plating. 

Subsequently, the resist pattern is peeled off with a 
more strongly alkaline, aqueous solution than the alkaline, 
aqueous solution used for development. Examples of the 
strongly alkaline, aqueous solution include a 1 to 5 % by 
weight -aqueous solution of sodium hydroxide and a 1 to 5 % by 
weight -aqueous solution of potassium hydroxide. 

According to the invention, the process for producing 
printed wiring boards may also be used to produce multilayer 
printed wiring boards. 

EXAMPLES 1 AND 2 AND COMPARATIVE EXAMPLES 1 TO 6 



The components (A) with the ratios of the constituents 
as given in Table 1 were synthesized by vinyl 
copolymerization . 



TABLE 1 





(A) Carboj 
containing bj 


cyl group - 
mder polymer 


a 


b 


Composition 
( % by weight ) 


Methacrylic acid 


20 


20 


Styrene 


20 




Methyl 
methacrylate 


60 


80 


Property 


Weight average 
molecular weight 


60, 000 


60,000 


Acid value 
(mgKOH/g) 


130 


130 



The materials as given in Table 2 including components 
(B) and other components and solvents were mixed, the 
components (A) and the components (C) as given in Table 3 
were added to and dissolved in the mixture, to give solutions 
of photosensitive resin compositions. 



TABLE 2 



Materials 


Quantity 


Component (B) 


2- (o-chlorophenyl) -4 , 5- - 
diphenylimidazole dimer 


3.0 g 


N , N ' - tetraethyl- 4 , 4 ' - 
diaminobenzophenone 


0.2 g 


Other components 


Leuco crystal violet 


0.5 g 


Malachite green 


0.05g 


Solvents 


Acetone 


10.0 g 


Toluene 


10.0 g 


Methanol 


3.0 g 


N , N-dimethylf ormamide 


3.0 g 
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TABLE 3 

(unit: g) 



Materials 


Example No. 


Comparative Example No. 


1 


2 


1 


2 


3 


4 


5 


6 


(A) 


a 


60 


60 


60 


60 


60 








b 












60 


60 


60 


(C) 


Nonylphenoxyl- 
octa(ethylenoxy) acrylate 


10 


10 




- 


- 


10 


- 


10 


Nonylphenoxyethylenoxy 
acrylate 






m 

1 u 












EO, PO-modified 

urethane dimethacrylate 
*1 


10 




10 


10 


10 


10 


10 




ft -hydroxypropyl- /? 
methacryloyloxyethyl 
o-phthalate 








10 










2,2-bis[4"(methacryIoxy- 

pentaethoxy)phenyI]- 

propane 


20 


30 


20 


20 


30 


20 


30 


30 



*1: A compound of the general formula (IV) wherein R 7 and R* 
5 each are a methyl group, X 1 and X 2 each are an ethylenoxy 
group, Y 1 and Y 2 each are an isopropylenoxy group, Z 3 is a 
hexylene group, p and q each are 1, and r and v each are 9. 



Each of the solutions of the photosensitive resin 
10 compositions prepared as above was applied evenly to a 
polyethyleneterephthalate film of 16 Mm in thickness 
(produced by Teijin Ltd., type: GS) and dried in a hot air 
convection dryer of 100° C for 10 minutes, to give 
photosensitive elements. The dried photosensitive resin 
15 composition layers were 20 Mm in thickness. 

The copper- surfaces of copper-clad laminates (produced 
by Hitachi Chemical Company, Ltd., trade name: MCL-E-61), 
which are glass -epoxy materials having both sides clad with 
copper foil (35 fim thick), were ground with a grinder 
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equipped with a brush of #600 (produced by Sankei Co., Ltd.), 
washed with water, and dried in an air current. The copper - 

clad laminates were heated to 80° C, and the photosensitive 

resin composition layers of the above -described 
5 photosensitive elements, respectively, were laminated on the 

copper surfaces of the heated copper-clad laminates at 120 C 

under a pressure of 0.4 MPa (4 kgf /cm 2 ) . 

Subsequently, by using an exposure device HMW-590 

(produced by Oak Co., Ltd.) with a high-pressure mercury-arc 
10 lamp, a photo-tool with a Stof er-21-steps step tablet as a 

negative mask and a photo-tool with wiring patterns of the 
;| line width/space width ratios of 10/10 to 50/50 (unit: Mm) 

;fl as a negative mask for evaluation of adhesiveness, exposures 

I'll were carried out with energy adjusted so that resists of 7 

j/j 15 steps (step Nos . 1-7) remain after development. Then the 
l,y polyethyleneterephthalate films were removed, and 

developments were carried out by spraying a 1 % by weight - 

j|* aqueous sodium carbonate solution at 30° C. The evaluation of 

J adhesiveness was based on the width of the thinnest line that 

j : * 20 remained adhering after development. As to the evaluation of 
adhesiveness, the smaller the width is, the better the 
adhesiveness is . 

To examine scumming, photosensitive resin composition 
layers were peeled off by a size of 0.2 cm 2 from the 
25 photosensitive elements produced as above, put in a 1.0 % by 
weight -aqueous sodium carbonate solution respectively, and 
then stirred with a stirrer for 2 hours at ambient 
temperature. To the resulting emulsions were added a 
polypropylene anti-foaming agent to a concentration of 0.1 % 
30 by weight, stirred further for 30 minutes. After allowed to 
stand twice around the clock, the emulsions were observed for 
scum. The results are given in Table 4. 



TABLE 4 





Adhe s ivene s s 


Scumming 


Example 1 


20 


No 


Example 2 


25 


No 


Comp . Example 1 


20 


Scummed. 


Comp . Example 2 


20 


Scummed 


Comp . Example 3 


20 


Scummed 


Comp, Example 4 


30 


No 


Comp . Example 5 


30 


Scummed 


Comp . Example 6 


35 


No 



Industrial Applicability 

The photosensitive resin composition of the invention is 
excellent in adhesiveness and low tendency to scum and, 
therefore, is extremely useful as a liquid resist or a 
photosensitive element . 

The photosensitive element of the present invention is 
excellent in adhesiveness, low tendency to scum and 
workability, and therefore, facilitates the production of 
printed wiring boards with higher density and the automatic 
production of printed wiring boards . 

The process of the invention for producing resist 
patterns facilitates the production of printed wiring boards 
with higher density and the automatic production of printed 
wiring boards because it uses a photosensitive element having 
excellent adhesiveness, low tendency to scum and extremely 
good workability. 

The process of the invention for producing a printed 
wiring board also facilitates the production of printed 
wiring boards with higher density and the automatic 
production of printed wiring boards because it uses a 
photosensitive element having excellent adhesiveness, low 
tendency to scum and extremely good workability for the 
production of resist patterns . 
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CLAIMS 



1 . A photosensitive resin composition comprising 

(A) a carboxyl group- containing binder polymer which 

5 contains styrene or a styrene derivative as a copolymerized 
constituent , 

(B) a photo-polymerization initiator, and 

(C) a photo -polymerizable compound having in its 
molecule at least one polymerizable ethylenically unsaturated 

10 bond which comprises a compound represented by the general 
formula (I) 

0 

CH 2 -C-C-(A>^0»^^ Zl)n (I) 
15 R 1 



wherein R 1 is a hydrogen atom or a methyl group, A is an 
alkylenoxy group of 2 to 6 carbon atoms, Z 1 is a halogen 
atom, an alkyl group of 1 to 20 carbon atoms, a cycloalkyl 

20 group of 3 to 10 carbon atoms, an aryl group of 6 to 14 

carbon atoms, an amino group, an alkylamino group of 1 to 10 
carbon atoms, a dialkylamino group of 2 to 20 carbon atoms, a 
nitro group, a cyano group, a mercapto group, an 
alkylmercapto group of 1 to 10 carbon atoms, an allyl group, 

25 a hydroxyalkyl group of 1 to 20 carbon atoms, a carboxyalkyl 
group wherein the alkyl group has 1 to 10 carbon atoms, an 
acyl group having an alkyl group of 1 to 10 carbon atoms, an 
alkoxy group of 1 to 20 carbon atoms or a group containing an 
heterocyclic group, m is an integer of 4 to 20, and n is an 

30 integer of 0 to 5. 

2. The photosensitive resin composition of claim 1, wherein 
the photo-polymerization initiator as the component (B) is a 
2,4,5- tr iarylimidazole dimer . 
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3. The photosensitive resin composition of claim 1, wherein 
the component (C) is a photo -polymerizable compound having in 
its molecule at least one polymerizable ethylenically 
unsaturated bond, which comprises a compound represented by 
the general formula (I) and a compound represented by the 
general formula (II) 

0 0 0 0 

CH 2 -C-C-0-(BlVC~NH»Z2-NH-C-0^B2>-C-C-CH2 (II) 
R 2 R3 

wherein R 2 and R 3 each independently are a hydrogen atom or 
an alkyl group of 1 to 6 carbon atoms, B 1 and B 2 each 
independently are as defined above for A in the general 
formula (I), Z 2 is a divalent hydrocarbon group of 1 to 16 
carbon atoms, and s and t each independently are an integer 
of 1 to 28. 

4. The photosensitive resin composition of claim 1, wherein 
the component (A) is a carboxyl group -containing binder 
polymer which contains styrene or a styrene derivative as a 
copolymerized constituent and comprises copolymerized 
constituents consisting of 15 to 35 % by weight of 
methacrylic acid, 10 to 35 % by weight of styrene or a 
styrene derivative and 30 to 75 % by weight of a monomer 
represented by the general formula (III) 

R5 
f 

CH 2 = C-C00R6 (III) 

wherein R 5 is a hydrogen atom or a methyl group, and R 6 is an 
alkyl group of 1 to 12 carbon atoms, 

5. The photosensitive resin composition of claim 1, wherein 
the component (A) is a carboxyl group -containing binder 



35 



polymer which contains styrene or a styrene derivative as 
copolymer ized constituent and has a weight average molecular 
weight of 30,000 to 80 , 000. 



5 6. The photosensitive resin composition of claim 1, which 
comprises 40 to 70 parts by weight of the component (A), 0.1 
to 10 parts by weight of the component (B) and 30 to 60 parts 
by weight of the component (C) relative to 100 parts by 
weight of a sum total of the component (A) and the component 
10 (C). 



7. A photosensitive resin composition comprising 
(A' ) a binder polymer, 

(B) a photo-polymerization initiator, and 
15 (C) a photo -polymerizable compound having in its 

molecule at least one polymerizable ethylenically unsaturated 
bond which comprises a compound represented by the general 
formula (V) 

20 0 

cH 2 -c-c-<B) ;r o-<gr (V) 

R 1 

wherein R 1 is a hydrogen atom or a methyl group, B is an 
25 ethylenoxy group, Z 1 is a halogen atom, an alkyl group of 1 
to 20 carbon atoms , a cycloalkyl group of 3 to 10 carbon 
atoms, an aryl group of 6 to 14 carbon atoms, an amino group, 
an alkylamino group of 1 to 10 carbon atoms, a dialkylamino 
group of 2 to 20 carbon atoms, a nitro group, a cyano group, 
30 a mercapto group, an alkylmercapto group of 1 to 10 carbon 

atoms, an allyl group, a hydroxyalkyl group of 1 to 20 carbon 
atoms, a carboxyalkyl group wherein the alkyl group has 1 to 
10 carbon atoms, an acyl group having an alkyl group of 1 to 
10 carbon atoms, an alkoxy group of 1 to 20 carbon atoms or a 
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group containing an heterocyclic group, m is an integer of 4 
to 20, and n is an integer of 0 to 5, 

8. A photosensitive resin composition comprising 
(A r ) a binder polymer, 

(B) a photo-polymerization initiator, and 
(C ,f ) a photo-polymerizable compound having in its 
molecule at least one polyrnerizable ethylenically unsaturated 
bond which comprises a compound represented by the general 
formula (VI) 



wherein R 1 is a hydrogen atom or a methyl group, A is an 



of 1 to 20 carbon atoms, m is an integer of 4 to 20, and a is 
an integer of 1 to 5. 

9 . A photosensitive element produced by applying the 
photosensitive resin composition of claim 1, 7 or 8 to a 
support and then drying the photosensitive resin composition 
to form a photosensitive resin composition layer. 

10. The photosensitive element of claim 9, wherein a 
protective film is applied to the photosensitive resin 
composition layer. 

11. A process for producing a resist pattern comprising 
laminating the photosensitive element of claim 9 on a 
substrate to be processed for forming a circuit with the 
photosensitive resin composition layer placed in contact with 
the substrate, exposing the photosensitive resin composition 
layer by irradiating it with an active ray in a pattern of an 



0 




(VI) 



alkylenoxy group of 2 to 6 carbon atoms, Z 4 is an alkyl group 
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image to radiation -cure exposed areas of the photosensitive 
resin composition layer, and then developing by removing 
unexposed areas of the photosensitive resin composition 
layer . 

12. The process of claim 11 , wherein a protective film is 
applied to the photosensitive resin composition layer, and 
wherein the photosensitive element is laminated on the 
substrate while the protective film is being peeled off from 
the photosensitive resin composition layer. 

13. A process for producing a printed wiring board, 
comprising etching or plating the substrate bearing the 
resist pattern produced by the process of claim 11. 
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the claims, as amended by any amendment referred to 
above. 



I acknowledge the duty to disclose information which 
is material to patentability as defined in Title 37, Code of 
Federal Regulations, Section 1.56. 
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Japanese Language Declaration 

[Hit) 



<H#fS) 



Prior Foreign Application(s) 
11-55457 



JAPAN 



(Number) 
<#^) 
11-287298 



(Country) 
JAPAN 



(Number) 

<^) 



(Country) 
(fS£) 



{Application No.) 



(Filing Date) 



3tc£B«^*^«SS<iOrt«*<*E^A3!r3 5 fill 1 2 



(Application No.) 



(Filing Date) 



(Application No.) 



(Filing Date) 



I h&eby claim foreign priority under Title 35, United States Code, 
Section 119(a)-(d) or 365(b) of any foreign application(s) for patent 
or inventor's certificate, or 365(a) of any PCT international application 
which designated at least one country other than the United States, 
listed below and have also identified below, by checking the box, 
any foreign application for patent or inventor's certificate, or PCT 
international application having a filling date before that of the 
application on which priority is claimed. 

Priority Not Claimed 

03/03/1999 



(Day/Month/Year Filed) 



□ 



□ 



(Day/Month/Year Filed) 



I hereby claim the benefit under Title 35, United States Code, 
Section 119(e)of any United States provisional appiication(s) listed 
below. 



(Application No.) 



(Filling Date) 



! hereby claim the benefit under Title 35, United States Code, 
Section 120 of any United States application^), or 365(c) of any 
PCT international application designating the United States, listed 
below and, insofar as the subject matter of each of the claims of 
this application is not disclosed in the prior United States or PCT 
international application in the manner provided by the first 
paragraph of Title 35, United States Code Section 112. I 
acknowledge the duty to disclose information which is material to 
patentability as defined in Title 37, Code of Federal Regulations, 
Section 1 .56 which became available between the filling date of the 
prior application and the national or PCT international filing date of 
application. 



(Status: Patented, Pending, Abandoned) 

(^lU'.mm^m, mm^, scans* > 



(Status: Patented, Pending, Abandoned) 



f hereby declare that all statements made herein of my own 
knowledge are true and that all statements made on information and 
belief are believed to be true; and further that these statements were 
made with the knowledge that willful false statements and the like so 
made are punishable by fine or imprisonment, or both, under Section 
1001 of Title 16 of the United States Code and that such willful false 
statements may jeopardize the validity of the application or any 
patent issued thereon. 
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Japanese Language Declaration 

( 0*iltt) 



mm : m±Tumm%t lx. «it«^ 



POWER OF ATTORNEY: As a named inventor, I hereby appoint 
the following attorney(s) and/or agent(s) to prosecute this 
application and transact ail business in the Patent and Trademark 
Office connected therewith (list name and registration number) 
See list of attorneys and/or agents on page 5. 



*K£ft5fc 



Send Correspondence to; 

ARM^TRCihin WFfiTFRIWlAMJjATTT^ 

McLEL AND & NAUGTQ N 
1725 K Street, N.W.^S uite^l 000 
Washington, D.C. 20006 



Direct Telephone Calls to:(name and telephone number) 



Telephone: (202)659-2930 Fax: (202)887-0357 





Full name of sole of first inventor 

Takeshi oqhashi 




inventor's signature Date 

■ August 27, 2001 


c/o Hitachi Chemical Company, Ltd., 


Residence J} r \/ 


Yamazaki Works, 4-13-1, Hicrashicho, 


Hitachi-shi, Ibaraki 317-0061 Japan 


mm 


Citizenship ■ 

Japanese 




Post Office Address 

Same as above 






Full name of second joint inventor.if any 
Chikara ISHIKAWA 




Second inventor's signature Date 

/ZbifcfrWO^ August 27, 2001 


EBf c/o Hitachi Chemical Company, Ltd., 


Residence 


Yamazaki Works , 4-1 3-1 , HiaashichOj 


Hitachi-shi, Ibaraki 317-0061 Japan 


HH Citizenship * Q^f 

Japanese ^ 




Post Office Address 

Same as above 





(Supply similar information and signature for third and subsequent 
joint inventors.) 
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List of attorneys and/or agents 



James E. Armstrong, HI , Reg. No. JjL366; William F. Westerman, Reg. No. 29,98 8; Ken-lchi 
Hattori, Reg. No. 32,861 ; Le-Nhung McLeland, Reg. No. 31,541 ; Ronald F. Naughton, Reg. 
No. 24,61 6; William G. Kratz, Jr., Reg. No . 22,631 ; Mel R. Quintos, Reg. No. 3U398; Donald 
W. Hanson, Reg. No. 27,133; Stephen G. Adrian, Reg. No. 32,878 ; Scott M. Daniels, Reg. 
No. 32,562; James PrWelch, Reg. No. 17.379: John R. Pegan, Reg. No. 18,069; John F. 
Carney, Reg. No. 20,276 ; Edward F. Welsh, Reg. No. 22/155; William L. Brooks, Reg. No. 
34J29; John P. Kong, Reg. No. 40,054 ; Luke A. Kilyk, Reg. No. 33,251. James E. Armstrong, 
IV , Reg. No . 42,266 ; Nicholas E. Seckel, Reg. No. P-44.373 : Leonard D. Bowersox, Reg. No. 

J33J226; Raymond J. Ho, Reg. No. 41,838 ; Thomas E. Brown, Reg. P-44,45 0; and James N. 

f|3aker, Reg. No. 4JD 1 89_a_ 

\ y 

j ^ev. 04/99 



United States Patent & Trademark Office 

Office of Initial Patent Examination — Scanning Division 




□ Page(s) o f were not present 

for scanning. (Document title) 



a Scanned copy is best available. 



